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@ Pragbares Filtergewebe 



Thermoformbares tuftdurchlassiges koharentes Filterge- 
webe. enthaftend etn Gemisch aus Glaswollefasern und ge- 
schnittenen Strangglasf asern zusammen mit einem polyme- 
ren Bindemittel, welches bei einer Temperatur von 93,3 bis 
176,7°C (200 bis 350° F) warmeformbar ist und dazu in der 
Lage ist, beim Erhitzen auf eine Temperatur uber 137,8° C 
(280° F) zu vernetzen. Das Gewebe kann im trockenen Zu- 
stand ohne zu brechen oder zu rei Ben gepragt warden. 




DE 40 17 184 Al 



Beschreibung 

Diese Erfindung betrifft ein thermoformbares. luftdurchlassiges, koharentes Filtergewebe, umfassend Glasfa- 
sern und em Bindemittel und angepaBt um gepragt und gefaltet zu werden, urn einen Luftfilter zu bildea 

Oefaltete Blatt- oder Glasfasergewebefilter werden vorzugsweise wegen ihres hohen Oberflachen-zu-Volu- 
men-Vernaltnisses in einer Vielzahl von Situationen eingesetzt Fur maximale Wirksamkeit ist es wichtie einen 
geeigneten Zwischenraum zwischen gegenuberliegenden Falten wahrend der Verwendung aufrechtzuerhalten 
D.eser Zwischenraum wird entweder durch einen einzelnen Abstandhalter oder ein Trennelement gewonnen 
tl ZUgefQ f Wrd ^ er ?*S* daB das Blatt Geweb€ mit Pragungen oder D f forTtio 

fZ,JJ de n K VerSeh t1 T 1 Um de " Raum zwischen benachbarten Faltungen nach dem Falten beizuSten. 
Jl r urde r i r0h " von Math * ws et aL ,n US PS 30 35 965 vorgeschlagen. ein Papier aus Glasfasern mit S 

iLZtoJf"*?**" ZU Wdch c eS mh einem ^«"°P'^ischen Poller Qberzogen ist aS Sgs 

mangelte es dem Papier an geschmttenen Strangfasern mit einem grdfleren Durchmesser. 8 

^x We ?.f b€SChrC,bt in L US" 1 * 43 18 774 ein zusammengesetztes nicht-gewebtes Gewebe aus Glasfasern 
und Textilfasern mit einem thermoplastischen BindemitteL v*w eDe aus uiastasern 

KJein beschreibt in US-PS 42 86 977 einen Luftfilter. bestehend aus Glasfasern mit kleinem Durchmesser 
Textilfasern und einem thermoplastischen BindemitteL uurchmesser, 

Buckman beschreibt in GB-PS 8 74 383 (1961) ein gefaltetes Luftfilter, welches eingepraete Abstandhalter 
arfweist, die aw i Filterpapier hergestellt sind, welches mit einem synthetischen HarV imprigS ist 

Das Bulletm Nr. 815E der Flanders Filter Inc. (1987) beschreibi ebenfalls ein gefaJtefes L^ftf Iter mit Mulden. 

O tZi?% n ° ¥ C t "?? W * r > dne derarti * e ***** formation wttrend ^er ForlZ des 
Gewebes oder Blattes durchzufuhren, wahrend es noch im nassen Zustand einer FourdrinieV-Ma™2 ist 
Versuche das Blatt oder Gewebe nach dem Trocknen zu pragen. waren wegen der TeSenz des Geweb^ S 

£!? e K 0d ? r ., ZU i^*T ^ rf0lgl0S - Hierdurch wurde die Kohare « «»° Wirfcsamkeit SSSt Da die TmeSten 
Rlterhersteller oder -fertiger das Filterblatt oder Gewebematerial nicht selbst hers teHe * abe trotzlTe ne 
Vielzahl von Mustern und Zwischenraumen filr die Pragung wunschen, um das Gewebe fifr S?£fivku3 
gesulteten Konsiruktionen for Faltenfilter, die fur bestimmte Anwendung angepaBt sind I passend I z Aachen 
SSlS.**? I 6 '" g t hmaBi ^ weiches, oberflachenbehaf deTtS SeToder Blau ehes' 

aasfaserf.lterma er.als, we ches mit einer einfachen und billigen Ausriistung, wie einem Paar pXwalzea die 
das gewunschte Muster besitzen, gepragt oder deformiert werden kann. "agewaizen. die 

Ei«nSltXS nd K n ' da ° ? in tr< ? c ' ienes ^' att eines Glasfaserfihermaterials, welches bestimmte typische 

£SS,&^ WertefB m , t ^ nen ZuStand gepragt werden kann > ohne ™ b"chen oder zu 
reiBen. einfacn dadurch, daB man es auf erne Temperatur von 933 bis 176,7°C (200 bis 350°n erhitztund « 
zwischen Pragerollen durchlaufen laBt Das Blatt ist ein thermoformbares, MaSS^lSS^ Filler 
gewebe, umfassend e,n Glasfasergemisch. das im wesentlichen aus (1) 5 5s 35 Gew ^SSl Su-anrfa 
sem m.t emer durchschnittlichen Faserlange von 3 bis 19 mm und einem durcSnittlE ^SrtE2£ 
von 6 bis 20 um, und (2) Rest Glaswolle, mit einer durchschnittlichen Faserlangl von 0 1 Ms " mm umUmtm 

r^Bmt 5 lef'" "T rdUrChmeSSe : V ° n 0(2 biS 6 « UB ZUSammen mit eineniXSno^ I lastiXn^T 

ren Bindemit el, welches vernetzen kann, wenn man es auf eine Temperatur von 1373° C (280° F) ode Ser 
erhitzt wobe. der Ante.1 dieses Bindemittels zwischen 2 und 30 Gew.-% des gesamten Glasf^eriemischr u nd 
Binders betrigt und das Gewebe eine Dicke zwischen 0.0305 und 0,102 cm (0012-0040 n UmSS^keh 

S£ l V V' 45 i WS 2 ^ 5 J (4 " 25 ' b/in - Width ) und eine Z^stigkeit (CD Zl \& } %5S tS 

w.dm)undeinBa S .sgew.chtvonl8.12bis453kg/278,71m J (40-l001b/Wsqit)b«itz^ M 

93?4T2 e 00^X^^F^ beS S * daS u B,att ei " e Dchnun « von ™«*stens 2% beim Pragen bei 

? mL ( ? • ) o Erhebung, die einen Querschnitt in der Form eines Kreissegments mit einer Hdhe von 
2mm K U l u d J e,ner » Bre,te VO " 83 mm besit2t - und « behSlt eine permanente Dehnung vor Sem Z 
innerhalb d.eser Pragung nach dem Pragen bei selbst wenn es anschlieBend auf wSSte 
erhuzt wird. um die Vernetzung zu beschleunigen oder zu vervollstandigen und auf Rfumtemperat^^ 

s,«„ti! r WeUer if n , bev0rzu L gten Ausgesultung enthalt das Glasfasergemisch 8 bis 15 Gew.-% geschnittene 
S R £^ wobe ' d,e geschnittenen Strangfasern eine durchschnittliche Lange von 6 bis 13 mm 

wcnrntST^SS^ 

wicnt von Z4^l bis 33,98 kg/278,71 m z (55-75 lb/3000 sq.ft) hat e ne Gurley-Steifheit von weniestens 1500 ma 
hat und es nach dem Pragen bei 933'C (200«F) auf einer Erhebung. die einer ^SdSl«?dSl5^^ 

S e Ss^ a r T: HdhC **£T T 1 einCr Breite VOn ^ mm be$it2t - eine Permanent DehnZvon 
bis 5% beibehalt selbst wenn anschlieBend auf 1 37,8° C (280° F) oder hdher erhitrt wirH ,,m aL 

beschleunigen oder zuvervoHstandigen, und auf RaU 

™?SLf«PrT„^ ften ? sG t Web ^r rden i urch die nachf <»gende Beschreibung of fenbart 
Die Glasfaser in dem Gewebe umfaflt em Gemisch von zwei Typen oder (Classen von Fasem mm 
geschnittene Glasfaser und zum anderen Glaswolle, welche die SamSm^jS^^SL^SZ 
ausgefilhrt besitzen. Derartige Fasem werden in einfacher Weise von tiS^^vmoS^SSn^Z 
Gem,sch kann mit iiblichen Verfahren und Ausriistungen her g este«.t ™ ^SLSTvK^iSS 
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durchgefiihrt werden, aber es wird bevorzugt, nasses Vermischen anzuwenden, in welchem die Pasern in einem 
waBrigen Medium in einem Hollander oder Stoffloser oder einem Bottich mit hoher Schermisdiung dispergiert 
werden, vorzugsweise unter Zusatz einer Saure, um die Trennung der Glasfasem zu erleichtem und zu unter- 
stfltzen 

Das Bindemittel, welches bendtigt wird, um dem Produkt die notwendige Koh&renz und andere physikalische 
Eigenschaften zu verleihen, kann dem Fasergemisch wahrend oder nach Herstellung des Geraisches zugesetzt 
werden. In einer bevorzugten Ausfuhrungsform wird das Fasergemisch zunachst auf einer Fourdrinier-Maschi- 
ne in ein Gewebe oder Blatt geformt und anschlieBend wird das Gewebe oder Blatt mil einer waBrigen 
Dispersion des Bindemittels gesattigi Oberschussiges Wasser wird anschlieBend auf der Fourdrinier-Maschine 
durch Absaugen entfernt und das Gewebe oder Blatt in der ublichen Weise auf beheiztea Trockendosen 
getrocknet 

Das Bindemittel ist in Form eines thermoplastischen Materials wie Vinyl- oder Vinylidenpolymere oder 
-copolymere, das in der Lage ist, zu vernetzen, wenn man es auf eine Temperatur von 1373° C (280° F) oder 
daruber erhitzt. Die Fahigkeit zur Vernetzung kann durch Miteinbeziehen eines Vemetzungsmittels hergestellt 
werden, welches mit Restvinylgruppen oder anderen reaktiven Gruppen, wie Carboxylgruppen, in dem thermo- 
plastischen Polymer oder Copolymer reagieren kann oder durch Vermischen des Vinyl- oder Vinylidenpolymers 
oder -copolymers mit einem zweiten Harz oder Polymermaterial, welches vernetzen kann, weim es erhitzt wird, 
so wie Harnstoff-Formaldehydharz, Melamin-Formaldehydharz, Phenol-Formaldehydharz, Epoxidharz oder 
ahnliches. Ftir beste Ergebnisse ist es wflnschenswert, daB das thermoplastische Bindemittelmaterial eine Glas- 
ubergangstemperatur(Tg) von + 10°C bis +50°C besitzt und daB es fahig ist, die Thermoplastizitat beizubehal- 
ten, wenn es auf eine Temperatur bis zu 137,8°C (280° F) erhitzt wird. Unter geeigneten Bindemitteln oder 
vernetzbaren Materialien sind Copolymere von Vinylchlorid, Vinylidenchlorid, Vinylacetat, Acryls&ureester, 
Acrylnitrile usw. Die Fahigkeit zur Vernetzung wird durch Comonomere hergestellt, die zJJ. angehangte 
Carboxylgruppen besitzen oder durch Gemische mit Harnstoff-Formaldehyd oder anderen hartbaren Materia- 
liea Die Vernetzung ist durch Erhitzen auf eine Temperatur von mindestens 1 37,8° C (280* F) oder daruber 
aktivierbar. 

Die nachfolgenden speziellen Beispiele sollen das Wesen der Erfindung veranschaulichen. ohne sie zu be- 
schranken. 

Beispiel 1 

Ein Gemisch aus geschnittenen Strangglasfilamenten oder Fasern (Durchmesser 6,5 jim) und flammengebla- 
senen Glasmikrofasern oder -wolle (Durchmesser 0,65 bis 2,7 \im) wurde aus den folgenden Komponenten 
hergestellt: 



Glasfasem 

Nenn-Durch- Nenn-Lange, 
messer, \xm mm 



Code 104 0,4 0,2-1 

Code 106 0,65 0,5-0,8 

Code 110 2,7 03- 1,2 

DE 1/2" 636 64 12^ 



Code 1 04, 1 06 und Code 11 0 sind Glasmikrofasern, die von der Man ville Corp. aus einem Type 475 Borsilicatglas 
hergestellt wurden. 

Die DE 1/2" 636 wird von der Owens-Corning aus ublichem E-Glas hergestellt Drei verschicdene Gemische 
der Fasern wurden mit den nachfolgenden Gewichtsteilen hergestellt : 





Glasfasem 
A 


B 


C 


Code 104 


4,4 


2,5 


8,4 


Code 106 


703 


60,6 


463 


Code 110 


15,7 


17,4 


36 


DE 1/2" 636 


9,4 


w 


1U 



Die Fasern wurden so gemischt, daB sie eine Aufschlammung mit einem Feststoffanteil von 5% in Wasser 
bildeten, welches mit Schwefelsiure auf einen pH von 2,7 eingestellt war. Die Aufschlammung wurde in einem 
Mischbottich mit hoher Scherung hergestellt Nach anfcnglicher Dispersion und Mischung wurde die Auf- 
schlammung auf 2 Gew.-% verdunnt und in den ICopfbehalter einer Fourdrinier dosiert, wo sie weiter auf einen 
Feststoffanteil von etwa 0,1 bis 0,5% verdtinnt wurde, um eine gleichmSBige Faserverteilung sicherzustellen. 
Nach anfanglicher Bildung einer Fasermatte auf dem Fourdrinier-Sieb wurde jedes der Gemische A und B mit 
einer waBrigen Dispersion, die 3 bis 5 Gew.-% des Bindemittels enthalt, gesattigt Das Bindermttel bestand aus 
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einer Mischung aus 30 Gew.-Teilen eines Copolymers von Vinylidenchlorid und Acrylsaureester (GEON 
/o^ H) mU ei 1 er Tg VOn 14 ° C und 70 Gew -- Tei,en «nes Copolymers von Vinylchlorid/ Acrylsaureester 
(GEON 460X 47) mit emer T g von 46°C Beide Copolyraere besitzen inherent hitzereaktive, selbstvernetzende, 
funktioneile Amidseitengruppen, die bei einer Temperatur von 137,8°C (280° F) aktiviert werdert Derartige 
5 Copolymere sind bei The B.R Goodrich Company erhaltlich. Oberschussiges Bindemhtel und Wasser wurde von 
dem Fourdnmer-Sieb entfernt, und das Glasfaser-Bindemittel-Gewebe wurde auf ubliche Weise auf dampfbe- 
heizten Trockendosen getrocknet. Drei verschiedene Gewebe mit drei verschiedenen Basiseewichten von 24.91 
28,09 und 31,71 kg/278,71 m 2 (55.62 und 70 lb/3000 sqiL) wurden so hergestellt van 

Die Fasermischung C wurde ebenfalls wie oben beschrieben behandelt, auBer daB das Bindemittel aus 15 
10 Gew.-Teilen GEON 660X 14 und 85 Teilen GEON 460X 57 bestand Das result^endl oSSShS^ 
Basisgewicht von 31,71 kg/278,71 m 2 (70 1 b/3000 sq it). 

Die vier Gewebe hatten die folgenden Eigenschaften: 



15 



20 



25 



30 



Testverfahren 



Bindemittel 

Basisgewicht kg/278,71 m 2 
(lb/3000 sqit) 
Caliper, cm 
(in.) 

Zugfestigkeit(MD)JT) 

(1b/in.width # ) 

Dehnung(MD),% # ) 

Zugfestigkeit(CD)J # ) 

(lb/in.width # ) 

Dehnung(CD),%*) 

Gurley-Steifigkeit (MD), mg 

*)bei22£°C(72°F) 



TAPPIT413-80 
TAPPIT410-79 

TAPPIT411-76 

TAPPIT494-70 

TAPPIT494 - 70 
TAPPIT494 - 70 

TAPPIT494-70 
TAPPIT543-84 



Fasergemisch 




A 


A 


54 


54 


2431 


28,09 


(55) 


(62) 


0,0483 


0,0559 


(0,019) 


(0,022) 


0^04 


1,243 


(8,0) 


(11.0) 


1,6 


1.6 


0,621 


0,904 


(54) 


(8,0) 


13 


1,9 


1800 


2600 



B 


C 


5,5 


5,4 


31,71 


31,71 


(70) 


(70) 


0,0635 


0,0635 


(0,025) 


(0,025) 


1,469 


1,085 


(13,0) 


(9,6) 


14 


1,1 


1,13 


0,768 


(10,0) 


(6,8) 


2a 


1,4 


3400 


2967 



35 



40 



45 



Jedes Blatt konnte man mit Infrarot auf eine Temperator von 1 48.9° C (300° F) erhitren und. wahrend es noch 
heiO war, zugig durch em Paar Polyurethan-Pragewalzen fUhren und so einer Pragung flber einer Rippe oder 
Erhebung aussetzen, die einen Querschnitt in der Form eines Kreissegments mit einer Hdhe von 2 mm und eine 
E u-k cf */ 0 , "Vu- rClBen ° der 2U breche n-ledes Blatt konnte auch eingekerbt und zu Falten mit 

r .? kp t V °!I .^Ti m ) b,s etwa 22186 cm < 9 in ) S efaltet wer <Jen. Die gegeniiberliegenden Seiten der 
^manto Pr8 8ungen bei einer Faltendichte von 4 bis 12 Falten pro 2.54 cm (pro inch) in Abstand 

Nach den Einkerbungs- und Pragungsschritten wurde (fie Temperatur des Gewebes auf flber 137.8°C (280 8 R 
erhoht, urn die Vemetzung des Bindemittels zu bewerksteffigen, wobei die die Steifigkeit und die Form betbehal- 
tenden E.genschaften des Filtergewebes erhdht werdea Das fertige gefaltete Filtermedium behielt in jedem Fall 
den Abstand zwischen den Falten unter einer Vielzahl vo» Bedingungen bei und zeigte eine hohe Wirksamkeit 
bei der Luftfiltration. wie durch die nachfolgenden Beispiele gezeigt wird: 





A 


B 


c 


D 


50 Luf twiderstand, mm H 2 0 (ASTM F-778-82) 
DOP-Penetration, % (ASTM D2986-71) 


38 

0,005 


38 

0,009 


46 
0,001 


344 
0,015 



55 



60 



65 



lm allgemeinen zeigen die Produkte der vorliegenden Erfindung. nachdem sie gepragt und vollstandig ver- 
Klni SHHSSf emand (ACTM F-778-82) vo n 0.5 bis 70mm Htf und eine DOP-Penetration (ASTM 
D2986-71) von 0 bis 99%. Wenn der Bindemittel-Anteil in dem Produkt gemaB dieser Erfindung unter 7% lieet 
bestehen die Filter, wenn sie mit einer geeigneten Abdichtimg konstruiert sind, den Test UL 900. Klasse 1. 

PatentansprQche 

I. TTiermoformbares. luftdurchlassiges. kohSrentes Fitergewebe. umfassend ein Glasfasergemisch. das im 
wesentlichen aus (1) 5 bis 35 Gew,% geschnittenen Strangfasern mit einer durchschnittlichen Faserlange 
von 3 bis 19 mm und emem durchschnittlichen Faserdmrchmesser von 6 bis 20 urn and (2) Rest GlaswoUe mit 
einer durchschnittlichen Faserlange von 0.1 bis 5 mm und einem durchschnittlichen Faserdurchmesser von 
0,2 bis 6 tun besteht, emem thermoplastischen, polymeren Bindemittel, das zur Vemetzung beim Erhitzen 
auf eine Temperatur von flber 137,8°C (280°F) in der Lage ist, wobei der Anteil von dem BindenSel 
zw.schen 2 und 30 Gew,% des gesamten Glasfasergemisches und des Bindemittels betragt, d^Gewebe 
eine Dicke von 0,0305 bis 0,102 cm (0,012 bis 0,040 ia) aufweist, eine Zugfestigkeit (MD) von 0/452 bis 2825 J 
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(4 bis 25 lb/in. width) und eine Zugfestigkeit (CD) von 0,226 bis 1356 J (2 bis 12 lb/in. width) und ein 
Basisgewicht von 1 8,12 bis 453 kg/278,7 1 m 2 (40 bis 100 1 b/3000 sq.ft) aufweist 

2. Thermoformbares Filtergewebe nach Anspruch 1, weiter dadurch gekennzeichnet, daB das Gewebe eine 
Dehnung von mindestens 2% ohne Brechen oder ReiBen wahrend der Pragung bei 933° C (200° F) iiber 
einer Erhebung mit einem Querschnittin der Form eines Kreissegments mit einer Hohe von 2 mm und einer 
Breite von 8,5 mm aufweist und eine dauerhafte Dehnung von mindestens 1% innerhalb dieser Pragung 
nach dem Vernetzen und Kiihlen auf Raumtemperatur beibehalt 

3. Thermoformbares Filtergewebe nach Anspruch 1 oder 2, in welchem das Fasergemisch im wesentlichen 
aus (1) 8 bis 15 Gew.-% der geschnittenen Strangfasern und der Rest aus der genannten Glaswolle besteht 
und der Anteil des Bindemittels 3 bis 6 Gew.-% betragt 

4. Thermoformbares Filtergewebe nach Anspruch 2, in welchem das Gewebe ein Basisgewicht von 2431 bis 
33,98 kg/278,71 m z (55-75 lb/3000 sq.ft.) besitzt und eine dauerhafte Dehnung von 1 bis 5% innerhalb der 
Pragung nach der Vernetzung und dem Abkuhlen beibehalt 

5. Thermoformbares Filtergewebe nach Anspruch 1, wobei das Fasergemisch im wesentlichen aus (1)8 bis 
15% geschnittenen Strangfasern mit einer durchschnittlichen Faserlange von 6 bis 13 mm und (2) Rest 
Glasfaserwolie mit einer durchschnittlichen Faserlange von 1 bis 3 mm besteht, wobei der Anteil des 
Bindemittels 3 bis 6 Gew.-% betragt, das Gewebe eine Dicke von 0,0305 bis 0,0762 cm (0,01 2 - 0 030 in 1 eine 
Gurley-Steifigkeit (MD) von mindestens 1500 mg aufweist und eine dauerhafte Dehnung von 1 bis 5<>/o 
innerhalb der Pragung nach der Vernetzung und dem Abkuhlen beibehalt. 
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(54) Filter material 

(57) A thermoformable air permeable coherent filter web contains a blend of glass wool fibres with chopped strand glass 
fibres together with a polymeric binder thermoformable at a temperature from 200-350°F and capable of undergoing 
cross-linking upon heating to a temperature above 280°F. The web is capable of being embossed in the dry state without 
cracking or splitting and is useful for making air filters. 
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flLTSft MATERIAL 



This invention relates to a thermof ormable air 
permeable coherent filter web comprising glass fibres 
and a binder suitable to be embossed and pleated to 
form an air filter. 

Pleated sheet or web glass fibre air filters are 
desirably employed in a variety of settings because of 
their high surface-to-volume ratio. For maximum 
efficiency it is important to maintain adequate spacing 
between adjacent pleats during use; this spacing is 
achieved either by a separate spacer or separator 
element added to the filter, or by providing embossings 
or deformations such as dimples in the sheet or web 
itself which serve to maintain space between adjacent 
folds after pleating. 

It has previously been proposed in Mathews U.S. 
Patent No. 3,035,965 to form a paper of glass fibres of 
less that 2.5 microns diameter coated with a 
thermoplastic polymer, but the paper lacked chopped 
strand fibres of larger diameter. Powell e£ si U.S. 
Patent No. 4,318,774 describes composite non-woven web 
of glass fibres and textile fibres with a thermoplastic 
binder. Klein U.S. Patent No. 4,286,977 describes an 
air filter comprising small diameter glass fibres, 
textile fibres and a thermoplastic binder. Buckman 
U.K. Patent No. 874,383 (1961) describes a pleated air 
filter having embossed spacers made of synthetic resin 
impregnated filter paper. Bulletin No. 815E of 



Flanders Filter Inc. (1987) also describes a dimpled 
and pleated air filter. It is believed that it has 
been the practice to carry out such embossing or 
deformation during formation of the web or sheet, while 
it is still in the wet stage of a Fourdrinier machine. 
Attempts to emboss the sheet or web after drying have 
not met with success because of the tendency of the web 
to split or crack, thus destroying its coherency and 
effectiveness, Since most filter manufacturers or 
fabricators do not themselves manufacture the filter 
sheet or web material but nevertheless desire to have a 
variety of patterns and spacings for the embossing in 
order to fit the web for the individually designed 
pleated filter constructions adapted for particular 
uses, there is a need for a uniform, dry smooth 
surfaced web or sheet of glass fibre filter material 
which can be embossed or deformed with simple and 
inexpensive equipment such as a pair of embossing rolls 
having the desired pattern. 

Thus according to a first aspect of the present 
invention there is provided a thermoformable filter 
material, which may be in sheet form, such as an air 
permeable coherent filter web, which comprises a glass 
fibre blend consisting essentially of (A) 5-35% by 
weight of chopped strand fibres having average fibre 
length of 3-19mm and average fibre diameters of 6-20 
micrometers, and (B) the balance glass wool having 
average fibre lengths of 0.1-5mm and average fibre 
diameters of 0.2-6 micrometers; 

a thermoplastic polymeric binder capable of undergoing 
cross linking upon heating to a temperature of 280°F or 
above, the amount of the binder being from 2-30% by 



weight of the total glass fibre blend and binder; 

the material may preferably have a thickness from 
0.012-0.040 inches, a tensile strength (MD) from 4-25 
lb/inch width and a tensile strength (CD) from 2-12 
lb/inch width, and a basis weight from 40-100 lb/3000 
sq.ft. 

The Applicants have found that a dry sheet of this 
(glass fibre) filter material having certain important 
characteristics can readily be embossed in a dry state 
without cracking or splitting simply by heating it to a 
temperature of 200°-350°P and passing it between 
embossing rolls. 

Preferably the material, e.g. a sheet, exhibits an 
elongation of at least 2.0% upon embossing at 200°F 
over a boss having a cross section in the form of a 
segment of a circle having a height of 2mm and a width 
of 8.5mm. Preferably the material also retains a 
permanent elongation of at least 1.0% within the 
embossment after embossing (even when subsequently 
heated to 280°F or higher) to advance or complete the 
cross-linking, and cooling to room temperature. 

Suitably the material has one or more of the following 
characteristics : 

(a) the glass fibre blend contains 8-15%, such as 9- 
12%, by weight of chopped strand fibres; 

(b) the chopped strand fibres have average lengths of 
6-13mm; 

(c) the binder composition is present from 3-6%, e.g. 
5.3-5.6%, by weight of the total; 

(d) the material has a basis weight from 55-75 lb/3000 



sq.ft. width; 

(e) a Gurley stiffness of at least 1500mg, e.g. 
1800mg; 

(f) it retains, after embossing at 200°F over a boss 
having a cross section in the form of a segment of a 
circle having a height of 2mm and a width of 8.5mm, a 
permanent elongation of 1-5% even when subsequently 
heated to 280°F or higher to advance or complete the 
cross-linking, after cooling to room temperature. 

Scoring of the dry material, e.g. web, to facilitate 
folding to form pleats is preferably carried out on the 
unheated web before heating and embossing. 

Some cross-linking of the binder may occur during the 
embossing step, depending on the temperature to which 
the web is heated and the length of time required for 
embossing; additional cross-linking by further heating 
after embossing and/or even after collecting the web in 
pleated form may take place. 

The binder is preferably a thermoplastic material such 
as a vinyl or vinylidene polymer or copolymer which is 
suitably capable of cross-linking when heated to a 
temperature of 280°F or above. The cross-linking 
capability can be provided by incorporating a cross- 
linking agent capable of reacting with residual vinyl 
groups or with other reactive moieties such as carboxyl 
groups in the thermoplastic polymer or copolymer, or by 
blending with the vinyl or vinylidene polymer or 
copolymer a second resin or polymeric material capable 
of undergoing cross-linking when heated such as an 
aldehyde resin, e.g. a urea- formaldehyde resin, 



melamine-formaldehyde resin, phenol -formaldehyde resin, 
an epoxy resin or the like. For best results it is 
desirable that the thermoplastic binder material has a 
glass transition temperature <T g ) of +10°C to +50°C and 
that it is capable of retaining thermoplasticity when 
heated to a temperature up to 280°F. Among suitable 
binders or cross-linkable materials are copolymers of 
vinyl chloride, vinylidene chloride, vinyl acetate, 
acrylic esters, acrylonitriles, and the like; the 
cross-linking capability may be provided by comonomers 
having pendant carboxyl groups, for example, or by 
blends with urea-formaldehyde or other thermosetting 
materials; the cross-linking is suitably activatable by 
heating to a high temperature of at least 280°F or 
more. 

A second aspect of the present invention relates to a 
process for the preparation of a thermoformable filter 
material, the process comprising admixing: 

(A) 5 to 35% by weight of chopped strand fibres 
having average fibre lengths of 3 to 19 mm and average 
fibre diameters of 6 to 20 micrometers; 

(B) the balance of glass wool having average 
fibre lengths of 0.1 to 5mm and average fibre diameters 
of 0.2 to 6 micrometers; and 

(C) a thermoplastic polymeric binder capable of 
undergoing cross-linking upon heating to a temperature 
above 280°F; 

this may thereby form a material having a 
thickness from 0.012 to 0.040 inches, a tensile 
strength (MD) from 4 to 25 lb/inch width and a tensile 
strength (CD) from 2 to 12 lb/inch width, and a basis 
weight from 40 to 100 lb/3000 sq.ft. 
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The admixing is preferably by wet blending, such as to 
form a slurry. Suitably the chopped strand fibres and 
glass wool are first blended to form a glass blend and 
contacted with an aqueous dispersion of the binder. 
Preferably this is then dried. 

The glass fibre in the material, e.g. web preferably 
comprises a blend of two types or classes of fibres, 
one chopped glass fibres and the other glass wool 
having the preferred dimensions and proportions 
described. Such fibres are readily obtained from a 
variety of sources. The blend may be prepared by 
conventional procedures and equipment. Dry blending 
can be employed, but it is preferred to employ wet 
blending in which the fibres are dispersed in an 
aqueous medium in a beater or pulper or a high shear 
mixing vat, preferably with the addition of acid to 
facilitate and assist in the separation of the glass 
fibres. The binder preferred to provide the necessary 
coherence and other physical properties to the product 
may be mixed with the fibre blend during or after 
preparation of the blend. In a preferred process, the 
fibre blend is first formed into a web or sheet on a 
Pourdrinier machine, after which the web or sheet is 
saturated with an aqueous dispersion of the binder; 
excess water is then removed by suction on the 
Fourdrinier and the web or sheet is dried in the usual 
manner on heated drying cans. 

A third aspect of the present invention relates to a 
process for the preparation of a filter, e.g. an air 
filter, the process comprising embossing and/or 
pleating a thermoformable filter material, the material 



comprising: 

a glass fibre blend comprising (A) 5 to 35% by 
weight of chopped strand fibres having average fibre 
lengths of 3 to 19 mm and average fibre diameters of 6 
to 20 micrometers, and (B) the balance glass wool 
having average fibre lengths of 0.1 to 5mm and average 
fibre diameters of 0.2 to 6 micrometers; 

a thermoplastic polymeric binder capable of 
undergoing cross-linking upon heating to a temperature 
of above 280°F; the amount of the binder being from 2 
to 30% by weight of the total glass fibre blend and 
binder; 

the material preferably has a thickness from 0.012 
to 0.040 inches, a tensile strength (MD) from 4 to 25 
lb/inch width and a tensile strength (CD) from 2 to 12 
lb/inch width , and a basis weight from 40 to 100 
lb/3000 sq.ft. 

Preferbly this process is preceded by scoring the 
material to assist pleating. The process preferably 
additionally comprises embossing the material, such as 
by heating the material up to 280° to 350°F, e.g. about 
300°F, and passed through embossing rolls. The heating 
is suitably by infra-red radiation. Advantageously the 
material is then heated to above 280°F to induce cross- 
linking in the binder. 

The present invention in its broadest terms, in a 
fourth aspect, encompasses a thermof ormable filter 
material comprising a glass fibre blend comprising (A) 
chopped strand fibres and (B) glass wool, and (C) a 
thermoplastic polymeric binder having one, some or all 
of the following characteristics: 
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1. for the chopped strand fibres; 

(a) they are present at from 5 to 35%, preferably 
8 to 15%, by weight; 

(b) they have average fibre lengths of 3 to 19mm; 

(c) they have average fibre diameters of 6 to 20 
micrometers; 

2. for the glass wool 

(a) this is present as the balance (i.e. the 
percentage by weight of glass wool and chopped 
strand fibres total 100%); 

(b) the wool has average fibre lengths of 0.1 to 
5mm; 

(c) the wool has average fibre diameters of 0.2 
to 6 micrometers; 

3. the binder is capable of undergoing cross-linking 
upon heating to a temperature above 280°F and/or the 
binder is present at an amount from 2 to 30% by weight 
of total glass fibre blend and binder; 

4. the material has: 

(a) a thickness of from 0.012 to 0.040 inches; 

(b) a tensile strength (MD) from 4 to 25 lb/inch 
width; 

(c) a tensile strength (CD) from 2 to 12 lb/inch 
width; and 

(d) a basis weight from 40 to 100 lb/3000 sq.ft. 

Preferred features and characteristics of one aspect of 
the present invention are as for another aspect mutatis 
mutandis . 

The invention will now be described by way of example 
with reference to the accompanying Example, which is 
provided for means of illustration and is not to be 
taken as being limiting on the present invention. 



Example 1 



A blend of chopped strand glass filament or fiber 
(diameter 6.5ym) with flame blown glass microfiber or wool 
(diameter 0.65-2. 7pm) was prepared from the following 
components : 

Nominal Nominal 
Glass Fiber Diameter. um Length, mm 

Code 104 0.4 ~ 0,2-1 

Code 106 0.65 0.5-0.8 

Code 110 2.7 0.8-1.2 

DE 1/2" 636 6.5 12.5 

The code 104, 106 and code 110 are glass microfibers 
produced by Kanville Corp. from a type 475 borosilicate glass 
The DE 1/2" 636 is manufactured by Owens-Corning from 
conventional E glass. Three different blends of the fibers 
were prepared in the following parts by weight: 



Glass Fiber ABC 

Code 104 4.4 2.5 8.4 

Code 106 70.5 60.6 46.3 

Code 110 15.7 17.4 36 

DE 1/2" 636 9.4 9.5 U-3 



The fibers were blended to form a slurry at a solids 
level of 5% in water adjusted to pH 2.7 with sulfuric acid. 
The slurry was formed in a high shear mixing vat. After 
initial dispersion and blending the slurry was diluted to 2* by 
weight and metered to the headbox of a Fourdrinier where it was 
further diluted to a solids content of approximately 0.1-0.5% 
to assure even fiber distribution. After initial formation of 
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a fibrous mat on the Fourdrinier screen each of blends A and B 
was saturated with an aqueous dispersion containing 3-5* by 
weight of binder. The binder consisted of a mixture of 30 
parts by weight of a copolymer of vinylidene chloride and 
acrylic ester (GEON 660X14) having a T g of 14'C, and 70 parts 
by weight of a copolymer of vinyl chloride/acrylic ester (GEON 
460X47) having a T of 46-C, both copolymers being provided 
with inherently heat reactive self-cross linking amide 
functional side groups activated at a temperature of 280-F. 
Such copolymers are available from the B.F. Goodrich Co. 
Excess binder and water were removed on the Fourdrinier screen 
and the glass fiber-binder web was dried in the usual manner on 
steam heated drying cans. Three different webs having three 
different basis weights of 55, 62 and 70 lb/3000 sq.ft. were 

thus prepared. 

Fiber blend C was also treated as described above 
except that the binder consisted of 15 parts by weight of GEON 
660X14 and 85 parts of GEON 460X57; the resultant web had a 
basis weight of 70 lb/3000 sq.ft. 

The characteristics of the four webs were as follows: 

Test Fiber Blend 

Procedure A A E - 

TRPPIT 413-80 5.5 5.5 5.5 5.4 

S« £t - 23 5 SES "..«."« 

T S?U!wi«hi TAPPIT 494-70 8.0 11.0 13-0 9.6 

E <Srp«=e«. BOH* 484-70 l.« !•« »■» 

^MS; TAPPIT 484-70 5.5 8.0 10.0 6.8 

E (Srp2«enf TAPP1 T 494-70 1.9 1.9 2.2 !•« 

G WK«" i££ne " fUK T543-84 18.0 2600 3400 2567 
*at 72°F. 
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Each sheet was capable of being heated with lnf ra-red 
to . temperature o£ 300-F. then rapidly passed while st 11 hot 
between a pair of polyurethan. tossing rolls, thus being 
subjected to embossing over a rib or bos. having a cross 
section in the form of a segment of a circle with 
a™ and a width of ..5mm without splitting or cracking. Each 
sheet was also capable of being scored aid folded to form 
pleats from 1 inch to about 9 inches In height. ^°"^ e 
faces of the pleats being maintained in spaced relation by the 
embossments at a pleat density of 4-12 pleats per inch. 
Following the scoring and embossing steps, the temperature of 
the web was raised to above 2.0-F to bring about cross linking 
of the binder, thus increasing «* stiffness and 
characteristics of the filter web. The finished pleated and 
S«L "Odium in each case retained its spacing between 
pleats under a variety of conditions and displayed high air 
filtration efficiency es shown by the following test results. 

6 I S B 

*k ' 46 34.5 
Air Resistance, mm H 2 0 38 Jo 

(ASTM F-778-82) 0 . 001 0.015 

DOP Penetration,* 0.005 

(ASTM D2986-71) 

in general, the products of the present invention, 
when embossed and completely cross-linked, display an air 
resistance (ASTM F-778-82) of 0.5 to 70 mm H 2 0 and a DOP 
Penetration (ASTM D2986-71) of 0 to 99%. When the binder 
content of the product of this invention is below 7%, th e 
filters constructed with proper sealant are capable of passing 
UL 900, class 1. 
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CLAIMS 

1. A thermoformable filter material comprising; 

a glass fibre blend comprising (A) 5 to 35% by 
weight of chopped strand fibres having average fibre 
lengths of 3 to 19mm and average fibre diameters of 6 
to 20 micrometers, and (B) the balance glass wool 
having average fibre lengths of 0.1 to 5mm and average 
fibre diameters of 0.2 to 6 micrometers; 

a thermoplastic polymeric binder capable of 
undergoing cross-linking upon heating to a temperature 
above 280°F, 

the amount of the binder being from 2 to 30% by 
weight of the total glass fibre blend and binder, 

the material having a thickness from 0.012 to 
0.040 inches, a tensile strength (MD) from 4 to 25 
lb/inch width and a tensile strength (CD) from 2 to 12 
lb/inch width, and a basis weight from 40 to 100 
lb/3000 sq.ft. 

2. A thermoformable filter material as claimed in 
claim 1 which exhibits an elongation of at least 2.0% 
without cracking or splitting during embossing at 200°F 
over a boss having a cross section in the form of a 
segment of a circle having a height of 2mm and a width 
of 8* 5mm. 

3. A thermoformable filter material as claimed in 
claim 2 which retains a permanent elongation of at 
least 1.0% within the embossment after cross-linking 
and cooling to room temperature. 

4. A thermoformable filter material as claimed in any 
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of claims 1 to 3 in which the fibre blend comprises 8 
to 15% by weight of the chopped strand fibres, the 
balance being the glass wool. 

5. A thermoformable filter material as claimed in any 
of claims 1 to 4 wherein the amount of the binder is 
from 3 to 6% by weight. 

6. A thermoformable filter material as claimed in any 
of claims 1 to 5 which has a basis weight from 55 to 75 
lb/3000 sq.ft. width. 

7. A thermoformable filter material as claimed in any 
of claims 1 to 6 which retains a permanent elongation 
of 1 to 5% within an embossment after cross-linking and 
cooling. 

8. A thermoformable filter material material as 
claimed in any of claims 1 to 7 wherein the chopped 
strand fibres have average fibre lengths of 6 to 13mm. 

9. A thermoformable filter material as claimed in any 
of claims 1 to 9 wherein the glass fibre wool has 
average fibre lenghts of 1 to 3mm. 

10. A thermoformable filter material as claimed in any 
of claims 1 to 9 which has a thickness from 0.012 to 
0.030 inches. 

11. A thermoformable filter material as claimed in any 
of claims 1 to 10 which has a Gurley stiffness (MD) of 
at least 1500mg. 
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12. A thermoformable filter material as claimed in any 
of claims 1 to 11 wherein the binder is a vinyl or 
vinylidene polymer or copolymer, 

13. A thermoformable filter material as claimed in any 
of claims 1 to 12 which is a vinylidene 
chloride/acrylic ester copolymer. 

14. A process for the preparation of a thermoformable 
filter material, the process comprising admixing: 

(A) 5 to 35% by weight of chopped strand fibres 
having average fibre lengths of 3 to 19mm and average 
fibre diameters of 6 to 20 micrometers; 

(B) the balance of glass wool having average 
fibre lengths of 0.1 to 5mm and average fibre diameters 
of 0.2 to 6 micrometers; and 

(C) a thermoplastic polymeric binder capable of 
undergoing cross-linking upon heating to a temperature 
above 280°F, thereby forming a material having a 
thickness from 0.012 to 0.040 inches, a tensile 
strength (MD) from 4 to 25 lb/inch width and a tensile 
strength (CD) from 2 to 12 lb/ inch width, and a basis 
weight from 40 to 100 lb/3000 sq.ft. 

15. A process as claimed in claim 14 wherein the 
admixing is by wet blending. 

16. A process as claimed in claim 14 or 15 wherein the 
admixing is to form a slurry. 

17. A process as claimed in any of claims 14 to 16 
wherein the chopped strand fibres and glass wool are 
first blended to form a glass blend and contacted with 
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an aqueous dispersion of the binder. 

18. A process as claimed in claim 17 additionally 
comprising drying the glass blend and binder. 

19. A process for the preparation of a filter, the 
process comprising embossing and/or pleating a 
thermof ormable filter material, the material 
comprising: 

a glass fibre blend comprising (A) 5 to 35% by 
weight of chopped strand fibres having average fibre 
lengths of 3 to 19 mm and average fibre diameters of 6 
to 20 micrometers, and (B) the balance glass wool 
having average fibre lengths of 0.1 to 5mm and average 
fibre diameters of 0.2 to 6 micrometers; 

a thermoplastic polymeric binder capable of 
undergoing cross-linking upon heating to a temperature 
of above 280°F; the amount of the binder being from 2 
to 30% by weight of the total glass fibre blend and 
binder; 

the material having a thickness from 0.012 to 
0.040 inches, a tensile strength (MD) from 4 to 25 
lb/inch width and a tensile strength (CD) from 2 to 12 
lb/inch width, and a basis weight from 40 to 100 
lb/3000 sq.ft. 

20. A process as claimed in claim 19 which is preceded 
by scoring the material to assist pleating. 

21. A process as claimed in claim 19 or 20 
additionally comprising embossing the material. 

22. A process as claimed in claim 21 wherein the 
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material is heated up to about 300°F and passed through 
embossing rolls. 

23. A process as claimed in claim 23 wherein the 
heating is by infra-red radiation. 

24. A process as claimed in any of claims 19 to 23 
wherein the material is heated to above 280°F to induce 
cross-linking in the binder. 

25. A thermoformable filter material prepared by a 
process as claimed in any of claims 14 to 18. 

26. A filter prepared by a process as claimed in any 
of claims 19 to 24 and/or comprising a thermoformable 
filter material as claimed in any of claims 1 to 13. 

27. A thermoformable filter material substantially as 
herein described. 

28. A filter substantially as herein described. 

29. A process for the preparation of a thermoformable 
filter material substantially as herein described. 

30. A process for the preparation of a filter 
substantially as herein described. 
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